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THE METALLURGY OF GOLD.
The precipitation of the gold in the enriched cyanide solutions is effected by means of zinc dust. At each plant there are two sumps containing weak solution, one of which is filling while the precious metals in the solution
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Fig. ltS3.-.......Treatment of Precipitate at the IfoniCKtaku Mill, South Dakota.
from the other are being precipitated. The zinc dust is fed to a small stream of solution, which carries it forward to join the main stream from the sump at a point just beyond the discharge. Both zinc and solution are then pumpedEffluent
